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WHAT IS CLAIMED IS: 

1. A toner for dry developing, comprising a colorant, a 
binder including a modified polyester, and wax particles 

5 dispersed in said binder, wherein that portion of said wax 
particles having a dispersion diameter of 0.1-3 \xm 
accounts for at least 70 % by number of said wax particles. 

2. A toner as claimed in claim 1, wherein said binder 
10 additionally includes a non-modified polyester in such an 

amount that the weight ratio of said modified polyester to 
said non-modified polyester is in the range of 5:95 to 80- 
20. 

15 3. A toner as claimed in claim 1, wherein said binder 
has a molecular weight distribution according to gel 
permeation chromatography providing a main peak in a 
molecular weight region of 1000 to 30,000. 

20 4. A toner as claimed in claim 1, wherein said toner 
binder has an acid value of 1-30 mg KOH. 

5. A toner as claimed in claim 1, wherein said toner 
binder has a glass transition point of 40-70°C. 

25 

6. A toner as claimed in claim 1, wherein said modified 
polyester is a urea-modified polyester. 

7. A toner as claimed in claim 1, having a volume 
30 average particle diameter of 3-10 jam. 

8. A toner as claimed in claim 1, obtained by a method 
comprising : 

providing an organic solvent solution or dispersion 
35 of said modified polyester resin, wax particles and 



colorant, 

dispersing said organic solvent solution or 
dispersion into an aqueous medium with stirring to obtain 
resin particles dispersed in said aqueous medium and 
containing said wax particles and colorant, 

separating and drying said resin particles. 

9. A toner as claimed in claim 1, obtained by a method 
comprising : 

providing an organic solvent solution or dispersion 
of a prepolymer of said modified polyester resin, said wax 
particles, said colorant and a reactant selected from 
chain extenders and crosslinking agents, 

dispersing said organic solvent solution or 
dispersion into an aqueous medium with stirring at a 
temperature sufficient to react said prepolymer with said 
reactant to form said modified polyester resin and to 
obtain toner particles dispersed in said aqueous medium 
and comprising said modified polyester resin said wax 
particles and colorant, 

separating and drying said toner particles. 

10. A toner as claimed in claim 9, wherein said 
prepolymer is a urethane-modif ied polyester and said 
reactant is an amine. 



